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Preliminary Amendment 

IN THE CLAIMS 
Please amend the claims as follows: 

Claim 1 (Currently Amended): A light-reflecting polycarbonate resin sheet having 
comprising a light-resisting laye r incorporated into a foam layer of polycarbonate resin, 
wherein the light-reflecting layer which cuts or absorbs UV light in at l e ast on e side of a 
polyoorbonato rosin foam layor . 

Claim 2 (Currently Amended): [[A]] Tlie light-reflecting polycarbonate resin sheet 
according to claim 1, wherein the polycarbonate foam layer comprises a copolymer of 
polycarbonate and polysiloxane. 

Claim 3 (Currently Amended): [[A]] The light-reflecting polycarbonate resin sheet 
according to claim 2, wherein the copolymer of polycarbonate and polysiloxane is a 
copolymer of polycarbonate and polydimethylsiloxane. 

Claim 4 (Currentiy Amended): [[A]] The light-reflecting polycarbonate resin sheet 
according to anyofolaimo 1 to 3 claim 1. wherein the polycarbonate resin foam layer has a 
value of S/D of 15 or more, whoro wherein S (%) is percent of foamed cell area given by 
dividing the sum of cross-sectional area of all the foamed cells appearing on the cross-section 
of the foam layer by the cross-sectional area of the foam, and D (^im) is the number average 
diameter of the foamed cells. 

Claim 5 (Currently Amended): [[A]] The light-reflecting polycarbonate resin sheet 
according to claim 1 any of claimo 1 to 4, wherein the thickness of the polycarbonate resin 
foam layer is 0. 1 to 2 mm. 
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Claim 6 (Currently Amended): [[A]] TTie light-reflecting polycarbonate resin sheet 
according to any of claims 1 to 5 claim 1. wherein the light-resisting layer comprises is 
compos e d of an acrylic or methacrylic resin copolymerized with one or more Icinds of 
components selected from the group consisting of polvmerizable photo-stabilizing 
components, and UV light absorbing component s, and mixtures thereof 

Claim 7 (Currently Amended): [[A]] Jhe light-reflecting polycarbonate resin sheet 
according to claim 6, wherein the polymerizable photo-stabilizing components and UV Hght 
absorbing components contain one or moro Icindo of compounds comprise at least one 
compound selected from the group consisting of hindered amine related compounds, 
benzotriazole r e lated compounds, and benzophenone related compound s, and mixtures 
thereof. 



Claim 8 (Currently Amended): [[A]] The light-reflecting polycarbonate resin sheet 
according to claim 1 any of claims 1 to 7 , wherein the thickness of the light-resisting layer i: 
0.4 to 20 nm. 

Claim 9 (Currently Amended): [[A]] The light-reflecting polycarbonate resin sheet 
according to claim 1 any of claims 1 to 8, wherein the Hght reflectance, as measured by 
irradiating a light with a wavelength in visible region on the surface of the light-resisting 
layer, is 90% or more. 

Claim 10 (Currently Amended): [[A]] TTie light-reflecting polycarbonate resin sheet 
according to claim 1 an>^ of claims 1 to 9 , wherein the color difference (AE), between before 
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and after UV light irradiation^ is 10 or less when UV light with an energy of 20 J/cm^* from a 
high pressure mercury lamp^ is irradiated on the surface of the light-resisting layer, and 
reduction in visible light reflectance is 5% or less. 

Claim 1 1 (Currently Amended): A light-reflecting laminat e, whoroin a light 
comprising the reflecting polycarbonate resin sheet according to claim 1 and a any of claims 
1 to 10 is Guporpos e d on a metal plate. 

Claim 12 (New): The light-reflecting polycarbonate resin sheet according to claim 2, 
wherein the thickness of the polycarbonate resin foam layer is 0. 1 to 2 mm. 

Claim 13 (New): The light-reflecting polycarbonate resin sheet according to claim 3, 
wherein the thickness of the polycarbonate resin foam layer is 0. 1 to 2 mm. 

Claim 14 (New): The light-reflecting polycarbonate resin sheet according to claim 4, 
wherein the thickness of the polycarbonate resin foam layer is 0.1 to 2 mm. 

Claim 1 5 (New): The light-reflecting polycarbonate resin sheet according to claim 2, 
wherein the thickness of the light-resisting layer is 0.4 to 20 fim. 

Claim 16 (New): The light-reflecting polycarbonate resin sheet according to claim 3, 
wherein the thickness of the light-resisting layer is 0.4 to 20 fim. 



4 



Docket No. 287297US0PCT 
Preliminary Amendment 

Claim 17 (New): The light-reflecting polycarbonate resin sheet according to claim 4, 
wherein the thickness of the light-resisting layer is 0.4 to 20 /xm. 

Claim 18 (New): The light-reflecting polycarbonate resin sheet according to claim 6, 
wherein the thickness of the light-resisting layer is 0.4 to 20 fim. 

Claim 19 (New): The light-reflecting polycarbonate resin sheet according to claim 7, 
wherein the thickness of the light-resisting layer is 0.4 to 20 ^m. 

Claim 20 (New): The light-reflecting polycarbonate resin sheet according to claim 2, 
wherein the light reflectance, as measured by irradiating a light with a wavelength m visible 
region on the surface of the light-resisting layer, is 90% or more. 
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